This Page Is Inserted by IFW Operations 
and is not a part of the Official Record 



BEST AVAILABLE IMAGES 



Defective images within this document are accurate representations of 
the original documents submitted by the applicant. 

Defects in the images may include (but are not limited to): 



m) BLACK BORDERS 

• TEXT CUT OFF AT TOP, BOTTOM OR SIDES 

• FADED TEXT 

• ILLEGIBLE TEXT 

• SKEWED/SLANTED IMAGES 

• COLORED PHOTOS 



•) BLACK OR VERY BLACK AND WHITE DARK PHOTOS 
• GRAY SCALE DOCUMENTS 



IMAGES ARE BEST AVAILABLE COPY. 




As rescanning documents will not correct images, 
please do not report the images to the 
Image Problem Mailbox. 



J, i Searching PAJ 



Page 1 of 2 



PATENT ABSTRACTS OF JAPAN 

(1 1)Publication number : 2001-283913 
(43)Date of publication of application : 12.10.2001 



(51)lnt.CI. 



H01M 10/40 
C08K 3/22 
C08K 5/151 
C08L 83/04 
H01M 4/02 
H01M 4/58 
H01M 6/18 



(21 )Application number : 2000-090975 (71 )Applicant : KYOCERA CORP 
(22)Date of filing: 29.03.2000 (72)lnventor : KAMIMURA TOSHIHIKO 

OSAKI MAKOTO 



(54) LITHIUM BATTERY 

(57)Abstract: 

PROBLEM TO BE SOLVED: To prevent decrease in 
electric current density due to low conductivity of lithium 
ions in the electrolyte, and for example, to eliminate the 
need for containing organic solvent or lithium salt, which 
is a lithium ion conductor in an electrolyte. 
SOLUTION: This lithium battery holding solid electrolyte 
layer lies between a pair of electrodes. The electrode 
and the solid electrolyte layer contain a compound made 
of siloxane bond and a non-protonic solvent as a main 
structure. 




LEGAL STATUS 

[Date of request for examination] 

[Date of sending the examiner's decision of 
rejection] 



http://wwl.ipdl,jpo.go.jp/PAl/result/detaiymain/wAAAal6503DA413283913Pl.htm 5/27/2003 



Searching PAJ 



Page 2 of 2 



[Kind of final disposal of application other than 
the examiner's decision of rejection or 
application converted registration] 

[Date of final disposal for application] 

[Patent number] 

[Date of registration] 

[N umber of appeal against examiner's 
decision of rejection] 

[Date of requesting appeal against examiner's 
decision of rejection] 

[Date of extinction of right] 

Copyright (C); 1998,2003 Japan Patent Office 



http://wwlJpdlopo.gojp/PAl/result/detaiymain/wAAAal6503DA413283913Pl.htm 5/27/2003 



Page 1 of 2 



mn*mm up) <i» & fJ§ 4# It & 8* (a> uimmm&mm 

#582001-283913 
(P2001-283913A) 

(43)&BBB ¥&13fflOS12B(2001.10»12) 

(5i)inta' tute» fi 

H0 1M 10/40 H0 1M 10/40 B 4J0O2 

C08K S/22 C08K 8/22 5H024 

5/151 C0 8L 83/04 5H0 2 9 

C08L 53/04 H01M 4/02 B 5H050 

H0 1M 4/02 4/68 





«e2000-9W75(P2000-9(B75) 




000006633 










<22>tii«H 


¥j£12*f 3 S29B (2000.3.29) 












J* m 
























*« * 








SSlSia*B!lS¥W^*3TB5Sifi £ 



















64) BMa4«] U?94Aft 



(57) [S#J] 



http://www6ipdljpo.^ 2003/06/02 




Page 2 of 2 



http://ww6ipoUjpo.gojp/Tolaiji^ 2003/06/02 



Page 1 of 2 



1 

mm i ] -tt*>&&mu:®mnmmt:mux: 
s*i>D+^>te^ <s i -o> *£#tt4-r*{teto 

[ii9#JI2 ] 19&@^&&?£M4Btt€KB*& 
ft. 

ttfcirr &mwm&s>itMyAto*>iiSLz>c tomtit 

[I33&S4] fi?iS#7oh>tt^^ y-7?v? 

k ©<, ^na^-s* litesfs^ 6^-5 c 4 4 
[S3»S5 ] mstfmvimw&L i , #> Mn j o, 

(O^xSO. 2) , LiMn,_,Me*0, (Me=N 
1. Cr, Cu. 2n, 0<y£0. 6) t L i.Ti* 

[0 0 0 1 ] 
[00 02] 

iCoOi) p-?>#l>WiV*VA (L iMiiaOJ # 

HKwtcfflt^n, n&f$mic.\t. ^-t^$m& 

[0003] -*2ff>£ y * ^ A^jfett. fij^^>£E@rf£«9 
B*A«?S*B4T-fe* ? **JM&**««« 

$ij£#ij7?{ttr~tir> (PVdF) ^>*»J^h^7 
;U*nx*U> <PTFE) &*©ttg»4#tt:7JU* 

»J x f u >$S4> L < hQ>\m£it>i* Vt>* «fe M U 

[0004] cn^w^s«?ftofiSB£S^ti^^D h 

7DtfU>*-*'*- h (PC), ^^*yx» 
<DME) t x*u>*7-tf*-h (EC) , t^*;U 



#132 0 0 1 -2839 1 3 
2 

(DMC) . i>x*b*-#*-h <DE 

fe4LTIiLiClO,, LiAsF*. L i BF«, L 
iPF*. LiCF^SO,, Li (CFiSOi) ,Nfr4 

[ooo5] *fc, m>. fc»ss*>wtv:3>& 

[ 0 0 0 6 ] # 'J-*-SIB!Btfc 'Jx* U>**>> K 
(PEO) Wi7Peu>*+i/F (PPO)Kft* 
3ft* Ft-3^tt££^*S#*4^§iS40 

[0007] L 4* 0 . Sifitotf !» ^ - fflf Htt* 

[0008] cw>ttyjiGxtnzmi>tM£. @* . 
[0009] tm?8 - 11123 3-^^iar 

A. * fctitf 'J 7 ^ y u- ho^tRoHax fctt-tt^ 

[0010]*^ ^13^8 - 3 1585 S^&ft-C 

y^^A»i©iB^tt«:HSSiatC»^ ^(^g^fi^ 
««HIS««C£CCJ:Q. S»B4«&4<Z>ISKC^« 

[0011] tit, 508 1 6^$B"Cti* 

CO,, CoCOj, NiCO.. MrCOjtt^ABJH 



http://www6ipdljpo.goop/tjcontenttmsipdl?NOOOO=21&;^ 2003/06/02 



Page 2 of 2 



http://ww6ipoUjpo.gojp/tjconte^^ 2003/06/02 



Page 1 of 2 



3 

[0012] bfrUttifi*. cnt><Dimv\m%t is 

<^^xu3tmm^. £fc&y*«5>A^*>e& 

#*ofc 0 *fc. W&£»Ky*$Afc££i*tt*C£ 

[0013] 5 6«cifc Blt^SKMHfk£tt£JBl* 10 
fcB(t^mtt^ftfciE&&ft'Cl>&* X&tSM 

#t»£iE6<tL. L ijS*3trtf*9A-f*:'«MHi 

[0014] BMt4»^y**A^*>eisfre 20 

I*. NAS ICON^iBtt<^S»a4:WT5I^B 

incite j: a^ftsistttcsft * y * 0 

«fcLri^ L*>U £®J:*KBJb^1KBf*31g? 

[0015] flMH^awao y * a ^ * 

r. t»-tti L IM>jrattfii, ^-B#SOTM4>ft 

[ooie] #mi\tc<D£itsu%t£$<otim&tcm 
tt^»<r«*iHfcw*s< % «*.tfy*$A^*>£ 

[00 17] 

[»a&I^T*fcfc<^l5] ±iaSfl£&J8T*fctf> 

snteflfMBM « w* * * y ? -> <u&mx*> -> 
[ 0 0 1 8 ] ±b y * •> ASfftfit. B5ga^g^«g?5 



¥ffl2Q0\ -2839 13 
4 

[0019] ±12 y ensflftsimje 

[ 0 0 2 0 ] ±13 U f - -5 ASjfeTTl*. giTK^^a h >f± 

[ 0 0 2 1 ] ±ia y * 0 a wt-ci*. anas&osffifag 

^Li,oMni.,Oi <0£x£0- 2). L i Mn t .« 
Me,0. (Me = N i , Cr, Cu. Zn, 0<y£ 
0. 6) , L i «T i$O ia . teJrtXL iiMn.On©^ 

[0022] ffi4roWttKSK?ftl£. h 

tcmm&zfemvzt ttcji -7-cfgKgtc y *o a 

[0 02 3] 

[ o o 2 4 ] m it*, y A«totfcs 

S^. 2li-^m 2a«iES> 2b«^g. 3Jifi 
[0 02 5J ^yjr-VIB, afflt^fitttT'^tU*** 

[0026] £«IS#4 « felifiSg«#54*. iES 
2a*fci±©a2b<^SW0fCSa«6*i, m«rr;u 

^^A(AD t ^-^^ (N I ) . m (Cu) t£t 
[0027] ES2 a I*. Efi3tattSft>&* D, ^ 

wceoraitwwa^BH^Bi^Mmn^ 
nf*«n«tf. BWwstt£4>tt£s#ia»fca* 

[0 02 8] CCQiES2afeJ:^iS2bCCffl^^g 



ht^://www6ip(Ujpo.gojp/tjcontenttmsJpdl?N0000=^ 2003/06/02 



Page 2 of 2 



http://ww6ipdljpo.gojp/tjco^ 2003/06/02 



Page 1 of 2 



5 

it».Mnt.»0. <OSx£0. 2), LiMn*.,Me 
,C (Me = Ni> Cr. Cu, Zn. 0<y30. 6 
) . L i ,T i ,Ow* *>*^liL i.MasOuJcOtr 10 

•ftBfllttK. 2fi#0fb^<»^gSti*j*£(>T: 

[0029] BI»SKSS3Ccn^«BH«RRtt^ 
-iE&2afeb<ttftft2 bKj££?*B#@JI«tft££ 
UXtS* 3 0Li 1-4 1 LiiO-2 9P t O $ , 4 0 20 
LitO-35B,0«-25LiNfoO^ 25Li*0 
- 2 5 A I j Oi - 5 0 S i Oi . 40 L i,O-6Y,0, 

-5 4Sio t , &*t>i*65LiNbOi-35Sio 

(PO,), (CCTMttA K Sc. Y, La). L i 
.►Jii.. (PO,)„ L i».i.j k Ri.i.*T i Os (c 
CCRttLa. Pi\ N<3. Sin) . L i ,*»,,A I «T 
i B . . S i • P j . * Oi j ft <tr«!»f HSAMM b A** 

if***. Hf*wiim*i*. 

[0030] mwntoxi** twu>^^, a 

IS. >rv**l>77 7 P. RuO a , Sb*0,*K-:/ 

ti. >?wk^#i:tf*>ft*o w^ftetoxt*, 

!Jxh*2/2'?>. i/^WxKW 40 
>. 'Jx h*5/*x?>< ^j^xK 

[0032] m®2 (2a, 2 b > fccfctf@(*«lim3 

mm®*. ®{m&m*t. &%v&n&. 

& 6* G#>ifg£ Ot>7 > f k^ftfc J: 



4$B32 0 0 1-23 39 1 3 
6 

wbT*±<^KA?y-ti&*ag-r*o cotm 

[0033] ttc. 5^>lteft«fe«**fcawctt . 

fc»K:aajiiu'c4j:^o 

[0034] *><<,-c86tifi:*9'j-tt v K#*-y . 

U- KSfeb < t*P-;U3 J: 0. E&& 
«l* 4 0 < 5 ±«eifM& Lfcf&tt f2 > f k 

£tt*5ifk$tf * 0 Bftftftt*. «Hb«MI«nfr«» - 

na^&i 5cc<6tr^«rcAo t tMbflft* 
i*t»ttir«»»B»sjs<ft4^ rak&& nmMfttc : 

i 5 oxahosa-caa-r-sc ±#12* : 

tr<ftK 

[0035] CCX\ €Si 2 iCti, J&gtCifcO'CBttS : 

[0 03 6] *fc, IEft2a. «&2b, BMKB3 : 
omitmt. ES2a-IS*^«g3-^S2b<OJR - 

cc. »»®fk«K*iiE*tTft^t^©5^^ifiLh'r .. 

«fis2-B*SKS3©S^iJ:D«@K: 
[ 0 0 3 7 ] $ fc, h >(t«M£dX ft^±@# 

^«:86Ts/p^>tt^^«tt^TSfk^tt{{:dJ! 

[0033] *«8>Wfl»3n* U f 9 -;X 

[0039] 

I*«HH] MIMl ] *BTffcy ^^AiHK(b-7>^ 
>^L i iMn©*^H^l : 2ift^J:^cc^^l> % 
C<0S^te«:^5i*^9 0 0 CT? 1 5 Wffilftl^i5^^ 
C iiC J: r l ) fO^^X^teizmUte (L i Mn, 
0.) cn*jE«attHiOfc # *cc % *R 

4 ; 5i<r*<fc^(Cja^L. COg^tt^^Sl+^e 0 

o "c-c 1 5 mm&mz cttck^xv+v^y 



http://www6apdljpo.gojp/tjcontenttmsipdl?N0000=21^ 2003/06/02 



Page 2 of 2 



http://ww6jpdljpo.gojp/tjconte^^ 2003/06/02 



Page 1 of 2 



(5) 

7 

[0040] COL iMn,O.C, @f*iS3?St&*<i: 0 
rLi, # ».,A KT i,Pj.,0,i£f*fMtC 

r7*^U>^^^€:g|jSttT?9 0 : 1 QOmStCU 

[0041] >o^>it^\mr<o^mvm»L 

100sftC»b-C12 0gi;Ofco *fc, 

ffc*B*fc&K. *sa-ci 2i»ra{>abfc (siren* 

[0 04 2] COSSSSiBl OOsKttOT^Ptru 
L iMn,0i<L7-fe*U>77? *©Sl#tt**(S£0 

[0 04 3] *fc t B*WfBU*Li 1 . > .;AIJ i 

S±KiMtl/cfljau 1 SOWfigt-l^lMl 
-T^CitcjrD. iES2at@flESi?P30WHB(**^ 
fc, 

[0 04 4] <*6tC % Li.Ma*0 ia £iE6StoSr*> 

BfcsKeflRc&ttsau. a^a-r^c^c^r, 30 

iEfii2a -@f*t5K1f3 -H62 b<2ga#£fifco If 
[0045] fi*>nfcmBf*0[)iES2 a (CjE^««4 

t>< v 1> 1 07^ 5 ~ ^i,S3^ ^ * ~ ^ 
Ofc, rJt>$~^A&7$*-H*3 5miiiX3 5iiiin 

£Lfcsa**a*, r^2»^5*-K6^asp*gk 

Eg-r*C±KJ:0, @l^ml/fc3 5mmX3 5mm 
0$2PJ ^■JAWtftffldirfc. 40 
[0 04 6] ^Db*U>*^- ho* 

fc0Kr-^n7*h>£m'fcW4l*, JEfiBSM 
fecfcCFftSattHO^rt*^ JE62a-a<*Sfl¥©3 

fctifciEfi2 a -il#®i¥33 -£fii2 ba>B*«t, *j 
2 2 0iiim?*ofco «t. *te«±Ptt<cftSS'J*$ 

[0047] [ mm i ) mmte&te* vn&mn 
(Ds&rtmt. gjfoMitm&iciTvtco Ate. Eg- 



4^3200 1-2839 13 
8 

u N-^^-2-brp'jF>^i$<bbrffl^. * 

[0048] f§ 64afcIEg - @tt«A?@r - fi&D®* 
I*, ftl SOumV&^tc. SfcKggffaD^^Oiii] 
±. 4iJ:c;tt*CE)tfMBa*ia]±S**BB'Cn--;UliB 

(SMI) ^< Lxmen/cftfflBwswesftiffl^ 

100pA/cm', dOOjiA/crn'oeatTW 
BE#i. 5VK9fifeOfcfft. 36S«r#±Lr5»BWB» 

[0049] * i Kin*, ft*. 

[0050] 
[ft 1 3 





[*A/ C m*] 






100 


300 


Sttfli 


2 1.5 


1 8* 8 


15. 1 




22. 3 


1 7, 6 


1 5. 8 




a. 0 


4. 3 





[0 05 1 ] &\1pP>s 'J Jfcfc 

[0 05 2] j§«EEtC 

[0 05 3] 5 6(C, *llg)W)U^^ASjfttCS$n^ 
[0054] 



http://ww6.ipdl.jpo.gojp/tjcontenttms.ipdl?N0000=21&..7;% 2003/06/02 



Page 2 of 2 



it: 



http://ww6ipdlj>.gojp/tjc»nte^^ 2003/06/02 



, ; Page 1 of 2 




i 4^2001-283913 

10 

1 : >r-*J. 2 ; -4*08fi, 2 a : iES. 2b: 
fi§5. 3 ; ®f**5»f?ja. 4 : jEfigVft. 5 : AfiS 




<51)Int.C1/ ttBBtfl Fl 9~n-K(**> 

HO 1M .4/58 HO 1M em E 

6/18 C0 8K 5/15 

F *-A(#3f> 4J00? CP031 OA037 DE057 DE097 

DEW W017 DJ017 CK007 

EB017 EL066 ELL06 FPU7 

FD206 GQOO 
5H024 M01 AAO? B807 CC02 CCD 3 

CC04 W14 EEO? EE06 EE09 

FF15 FF22 
5H029 AJ07 AK02 AK03 AK05 A10? 

A103 A10A AM03 AMD5 AMU 

AMI? B3€? BJ03 B)04 BJ12 

DJ08 D309 EJ06 EJ1? HJO? 
5H050 M13 BA17 CAO? CA05 CA07 

CA08 OV09 CA11 CB02 CBC3 
' CB05 CAO? DA03 VA09 DA13 

EA13 EA23 HAO? 



http://www6ipdljpo.gojp/tjcontenttrnsapdl?N0000=21& 2003/06/02 



Page 2 of 2 



http://ww6ipdljpo.gojp/tjcon^^^ 2003/06/02 



Page 1 of 1 



* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation* 

1. This document has been translated by computer.So the translation may not reflect the original 
precisely. 

2. **** 3hows the word which can not be translated. 
3. In the drawings, any words are not translated. 



CLAIMS 

[Claim(s)] -— _ ___ _ _____ 

[Claim 1] The lithium cell which is a lithium cell which comes to pinch a solid electrolyte layer to 
inter-electrode [ of a couple ], and is characterized by including the compound with which the 
aforementioned electrode and a solid electrolyte layer make siloxane combination (Si-O) the main 
skeleton, and the aprotic solvent. 

[Claim 2] The lithium cell according to claim 1 characterized by for the aforementioned electrode 
consisting of an electrode active material and a solid electrolyte, and the aforementioned solid 
electrolyte layer consisting of the same material as this solid electrolyte. 
[Claim 3] The lithium cell according to claim 1 or 2 characterized by the aforementioned solid 
electrolyte layer consisting of the oxide system glass ceramics which have lithium ion conductivity. 
[Claim 4] The claim 1 to which the aforementioned aprotic solvent is characterized by consisting of 
any one sort of gamma-butyrolactone, propylene carbonate, and ethylene carbonate, or two or more 
sorts, a lithium cell according to claim 2 or 3. 

[Claim 5] The claim 1 to which the active material of the aforementioned electrode is characterized 
by the bird clapper from any one sort of Lil+xMn2-x04 (0<=x<=0.2), LiMn2-yMey04 (Me=nickel, 
Zn [ Cr, Cu and Zn ], 0< y<=0.6), Li4Ti 5012, and Li4Mn 5012, or two or more sorts, a claim 2, a 
lithium cell according to claim 3 or 4. 



[Translation done.] 
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Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

l.This document has been translated by computer. So the translation may not reflect the original 
precisely. " 
2 **** s hows the word which can not be translated. 
3.1n the drawings, any words are not translated, 

DETAILED DESCRIPTION = — = = — . — — - 



[Detailed Description of the Invention] . .. 

[0001] 

[The technical field to which invention belongs] this invention relates to a lithium cell 
[0002] 

[Description of the Prior Art] The energy density of a hthium cell is high, it has little self-discharge 
and is widely used for the cellular phone, the notebook computer, etc. taking advantage of the 
property of being able to respond to a mothball. Generally a cobalt acid hthium (LiCo02) and a 
manganic acid hthium (LiMn 204) are used as a positive active material, and, as for these hthium 
cells, carbon materials, such as corks and a carbon fiber, are used for the negative-electrode active 
material. 

[0003] Generally, a hthium cell is made into aluminum foil or copper foil with ** with electric 
conduction agents, such as a positive active material, an above-mentioned negative-electrode active 
material and above-mentioned acetylene black, and a graphite, and binders, such as a polyvinylidene 
fluoride (PVdF) and a polytetrafluoroethylene (PTFE), is rolled round in the shape of a spiral through 
the separator which is the product made from polypropylene, the products made from polyethylene 
or those combination, is inserted into a battery-case can, and has structure which it obturated by 
pouring in the organic system electrolytic solution further. 

[0004] The components of these organic system electrolytic solution are an aprotic solvent and an 
electrolyte salt, as an aprotic solvent, it is used in that propylene carbonate (PC), dimethoxyethane 
(DME), ethylene carbonate (EC), dimethyl carbonate (DMC), and diethyl carbonate (DEC) are 
independent or the state where it was mixed, and LiC104, LiAsF6, LiBF4, LiPF6, LiCF3S03, Li 
(CF3S02) 2N, etc. are used as an electrolyte salt. 

[0005] Moreover, with the thin shape of the various electronic application devices represented by 
portable information communication terminals, such as a cellular phone and a notebook computer 
and the demand of a miniaturization, it replaces with the above organic system electrolytic solutions, 
and the hthium cell using the polymer electrolyte attracts attention in recent years. 
[0006] A polymer electrolyte is the admixture of the macromolecule and electrolyte salt which have 
Aedonor type polar group represented by a polyethylene oxide (PEO) and the polypropylene oxide 
(PPO), an electrolyte layer can be thin-film-ized and improvement in an energy density is expected. 
Or since there are no worries about a liquid spill and corrosion and an volatile aprotic solvent is not 
used, that there is little danger of explosion or ignition etc. can desire improvement in a cell property 
or safety. r J 

[0007] However, the above-mentioned polymer electrolyte has a problem of a low in the degree of 
ion **** as compared with the organic system electrolytic solution, and since the gel electrolyte 
which mixed the organic system electrolytic solution to the polymer electrolyte has the ionic 

brisMy hVlty WhiCh ^ ^ t0 ±C ° rganiC SyStem electrolytic solution > development is performed 
[0008] When such a gel electrolyte is used, it is difficult to keep ideal electric contact of a solid 
electrolyte layer and an electrode layer, in JP,7-326383,A Carry out the laminating of what the 
solvent was mixed [ what ] with the electrolyte salt to the high molecular compound, and carried out 
the polymerization of the monomer constituent to it to a positive-active-material layer and some 
monomer constituents are infiltrated into a positive-active-material layer. Fully sticking a positive- 
http://www4.ipdl.jpo.go.jp/cgi-bin/tran_web_cgi_ejje ~ 6/6/2003 
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active-material layer and a solid polymer electrolyte is proposed by carrying out the polymerization of 
the monomer constituent which carried out the laminating on the front face of the monomer 
constituent and positive active material into which the positive-active-material layer was infiltrated, 
sticking to a positive-active-material layer, and producing a solid polymer electrolyte in the 
laminating state. 

[0009] Moreover, in JP,8-111233,A, reducing resistance of the interface of the positive electrode and 
solid electrolyte in which the ends or the end of a principal chain of a polyether, the poly thioether, or 
a polyacrylate carried out the chemical bond to the positive-electrode oxide front face, and the 
interfacial resistance of positive-active-material particles is proposed. 

[0010] Moreover, in JP,8-315855,A, by inserting the mixture of the organic compound, the organic 
solvent, and lithium salt which have the functional group in which a polymerization is possible 
between two electrodes, and completing a polymerization after that, generation of the interface 
between an electrolyte and an electrode is prevented and preventing ablation with a solid electrolyte 
and an electrode etc. is proposed. 

[001 1] Moreover, in JP,9-50816,A, while excelling in a mechanical property or processability by 
distributing metal carbonation objects, such as Li2C03, and CoC03, NiC03, MgC03, in the 
polyelectrolyte which mixed the electrolyte salt with the solute, the high compound solid electrolyte 
of the chemical stability in an interface with a negative electrode is proposed. 
[0012] However, by these methods, still, there is a problem to which current density becomes small 
low, and electrolytic lithium ion conductivity needed to include many the organic solvents and 
lithium salt which are a main lithium ion conductor. Moreover, by including lithium salt in an organic 
solvent, there is a problem to which the withstand voltage to electrochemical reaction becomes low, 
and there is a problem of being unstable, to an overvoltage. 

[0013] Furthermore, development of the solid electrolyte cell which used the inorganic compound for 
the solid electrolyte is also furthered. There are no generating of the DIN drama id and defluxion of 
an active material, and excelling in a charge-and-discharge cycle life is proposed. [ in / a negative 
electrode / with all the solid-state lithium cells that make a positive electrode the compound which 
consists of a transition-metals oxide and a transition-metals sulfide as a positive active material, and 
use the glass solid electrolyte of lithium ion conductivity and lithium containing Li2S, and the metal 
to alloy as a negative electrode ] However, since this proposal contains the compound of a sulfide 
system in a positive electrode and a solid electrolyte, it has problems, such as being rich in reactivity 
with moisture. 

[0014] Moreover, in the lithium ion conductor of an oxide system, there is crystalline-substance glass 
which has the same crystal structure as a NASICON system, and the lithium cell which is excellent in 
a high-rate-discharge property is proposed by using for a solid electrolyte the thing which made this 
sinter. However, in all the solid-state lithium cells that used the oxide inorganic solid electrolyte in 
this way, as compared with the rechargeable battery using the conventional non-aqueous solvent as 
the electrolytic solution, there are problems, such as being inferior to an energy density and discharge 
current density, and it has not resulted in utilization. 

[0015] Even if the lithium ion conductivity of an inorganic solid electrolyte improves, the interfacial 
resistance between particle-particles and the interfacial resistance between electrode-solid electrolytes 
can be considered as a cause whose property as a cell does not improve. Even if it has property 
sufficient with the material in each, since the interfacial resistance is high, sufficient property is not 
acquired. 

[0016] this invention is made in view of the trouble of such conventional technology, and it aims at 
offering the lithium cell which canceled the conventional trouble that electrolytic lithium ion 
conductivity needed to be low, and current density needed to be small, for example, it was necessary 
to include the organic solvent and lithium salt which are a lithium ion conductor. 
[0017] 

[Means for Solving the Problem] In order to attain the above-mentioned purpose, in the lithium cell 
of invention concerning a claim 1, it is the lithium cell which comes to pinch a solid electrolyte layer 
to inter-electrode [ of a couple ], and is characterized by including the compound with which the 
aforementioned electrode and a solid electrolyte layer make siloxane combination the main skeleton, 
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and the aprotic solvent 

[0018] It is desirable for the aforementioned electrode to consist of an electrode active material and a 
solid electrolyte, and for the aforementioned solid electrolyte layer to consist of the same material as 
this solid electrolyte in the above-mentioned lithium cell. 

[0019] It is desirable for the aforementioned solid electrolyte layers to be the oxide system glass 
ceramics which have hthium ion conductivity in the above-mentioned lithium cell 
[0020] It is desirable for the aforementioned aprotic solvent to consist of any one sort in gamma- 
butyrolactone, propylene carbonate, and ethylene carbonate or two or more sorts in the above- 
mentioned lithium cell. 

[0021] fa me above-mentioned hthium cell, any one sort or two or more sorts to the bird clapper of 

2 \ IiMn2 -y Me y° 4 (Me=nickel, Zn [ Cr, Cu and Zn ], 0< y<=0.6XLi4Ti 
nwS, ^ ^stable active material of the aforementioned electrode 

[0022] Although the conventional organic system electrolytic solution gives hthium ion conductivity 
to an electrolyte by dissolving an electrolyte salt in an aprotic solvent, in this invention, a cell 
property improves only by including the compound which makes siloxane combination the main 
skeleton, and the aprotic solvent which does not contain an electrolyte salt, and it is thought that the 
hthium ion is moving according to the conduction mechanism which is not in the former Moreover 
since the aprotic solvent exists in the compound which makes siloxane combination the main 
skeleton, the problem of a liquid spill is reduced 
[0023] 

[Embodiments of the Invention] Hereafter, the operation gestalt of the hthium cell of this invention is 
explained. 

[0024] Drawing 1 is the cross section showing the example of composition of the hthium cell 
concerning this invention, drawing 1 - setting - 1- for a positive electrode and 2b, as for a solid 
electiolyte layer and 4, a negative electrode and 3 are [ a package and 2 / the electrode of a couple 

« P° s ^ ye - electrode cha rge collector and 5 ] negative-electrode charge collectors 
[0025] If airtightness can be held, a package 1 is not limited to the quality of the material for 
example, can use metals, such as lamination material made from aluminum, nickel, and aluminum, or 
a sJuinJc case. J 

[0026] The positive-electrode charge collector 4 or the negative-electrode charge collector 5 is 
formed in the current collection sake of positive-electrode 2a or negative-electrode 2b, for example 
mn™ °t> S ' SU( ; 38 ^ uminum (aluminum), nickel (nickel), and copper (Cu), can be used for it 
[0027] Positive-electrode 2a consists of the end of positive-active-material complications, and the 
sohd electiolyte powder of the same material as a solid electrolyte layer is mixed if needed. Negative- 
electrode 2b consists of negative-electrode active material powder, and the sohd electrolyte 
complications end of the same material as a sohd electrolyte layer is mixed if needed Although 
improvement m the hthium ion conductivity in an electrode is expected when mixing sohd electrolyte 
Powder with a positive electrode or a negative-electrode active material, if the amount of mixtures of 
sohd electiolyte powder becomes excessive, per volume of the positive electrode which contributes to 
the charge-and-discharge reaction of a cell, or a negative-electrode active material, or the amount per 
weight will decrease, and the energy density as a cell will fall. Therefore, as for the amount of the 
positive electrode in an electrode, or a negative-electrode active material, it is desirable that it is 40 % 
ot the weight or more. Moreover, an electric conduction agent is added by this positive-electrode 2a 
and negative-electrode 2b if needed. F^mvc-eiecirooe Za 

[0028] As an electrode active material used for this positive-electrode 2a and negative-electrode 2b a 
hthium manganese multiple oxide, manganese dioxide, a hthium nickel multiple oxide, a hthium ' 
cobalt multiple oxide, a hthium nickel cobalt multiple oxide, a hthium vanadium multiple oxide a 
htinum htamum multiple oxide, titanium oxide, a niobium oxide, a vanadium oxide, tungstic oxides, 
etc. and those derivatives can be used, for example. Among above-mentioned transition-metals 
oxides crystal system with the small volume change of the active material in charge and discharge is 
the active material of a spinel system, and especially the group that consists of Lil+xMn2-x04 
2S?t^ UM f-y^y° 4 (Me=nickel, Zn [ Cr, Cu and Zn ], 0<y<=0.6 ), Li4Ti 5012, or Li4Mn 
5012 shows a good cycle property. Here, what shows **** potential to a positive electrode for what 
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a clear distinction does not have in a positive active material and a negative-electrode active material, 
compares the charge and discharge potential of two kinds of compounds, and shows electropositive 
potential can be used for a negative electrode, respectively, and the cell of arbitrary voltage can be 
constituted. 

[0029] As solid electrolyte powder mixed to the solid electrolyte powder used for the solid electrolyte 
layer 3, positive-electrode 2a, or negative-electrode 2b 30LiI-41Li2O-29P2O5, Oxide system 
noncrystalline-solid electrolytes and Lil+xMxTi(s) 2-x, such as 40Li(s)2O-35 B-205-25LiNb03, 
25Li2O-25aluminum2O3-50SiO2, 40Li2O-6Y2O3-54SiO2, or 65LiNb02-35Si02 (PCM) 3 (M is 
aluminum, Sc, Y, and La here), Lil+xTi2-x(P04)3, Li0.5-3xR0.5+xTiO3 (it La(s) R here) Oxide 
system glass ceramics, such as Pr, Nd, Sm, and Lil+x+yAlxTi2-xSiyP3-y012, are mentioned. As for 
solid electrolyte powder, it is desirable that they are the oxide system glass ceramics from a viewpoint 
of ionic conductivity. 

[0030] As an electric conduction agent, acetylene black, a graphite, KETCHEEN black, Sn02 that 
doped Ru02 and Sb 203, or In 203 which doped Sn02 is mentioned. 

[0031] A silane compound is raised as a compound which forms siloxane combination. With a silane 
compound, a tetramethoxy silane, methyl trimetoxysilane, dimethyl dimethoxysilane, phenyl 
trimethoxysilane, diphenyl dimethoxysilane, a tetrapod ethoxy silane, methyl triethoxysilane, 
dimethyl diethoxysilane, phenyl triethoxysilane, diphenyl diethoxysilane, hexyl trimethoxysilane, the 
poly methoxy siloxane, a poly ethoxy siloxane, a poly butoxy siloxane, etc. are mentioned. 
[0032] The following methods are mentioned as the production method of an electrode 2 (2a, 2b) and 
a solid electrolyte 3. If required, electronic-conduction assistant powder will be beforehand mixed 
with a positive electrode, negative-electrode active material powder, and solid electrolyte powder, 
and a silane compound and the mixture of an aprotic solvent are distributed. Slurry viscosity is 
adjusted while adding and slurring solvents, such as isopropyl alcohol, if needed. At this time, 
mixture of electronic-conduction assistant powder is unnecessary to solid electrolyte powder; 
[0033] Moreover, in order to stiffen a silane compound, the catalyst for hardening can also be used. It 
may add, before distributing powder, and after distributing powder, you may add this catalyst for 
hardening. 

[0034] By the doctor blade method or the roll-coater method, after applying the slurry obtained in this 
way on the positive-electrode charge collector 4 or the negative-electrode charge collector 5, it 
stiffens a silane compound. When the catalyst for hardening is used for hardening conditions, 
although the holding time becomes short so that about 150 degrees C is suitable from ordinary 
temperature and a curing temperature is high, a curing temperature and especially time are not 
restricted. Moreover, although it is desirable to heat at the temperature of 150 degrees C or more 
when not using the catalyst for hardening, the temperature more than the boiling point of an aprotic 
solvent is not desirable in this case. 

[0035] You may make an electrode 2 mix the solid electrolyte which is the same composition as a 
solid electrolyte 3 here if needed. 

[0036] Moreover, after it fabricates separately the method of carrying out heat hardening by package 
after carrying out a laminating to the order of positive-electrode 2a-solid electrolyte 3-negative- 
electrode 2b, positive-electrode 2a, and negative-electrode 2b and positive-electrode 2a, negative- 
electrode 2b, and the laminating method of a solid electrolyte 3 carry out heat hardening, they 
fabricate a solid electrolyte 3 on one of electrodes, and the method of stiffening, after piling up 
another electrode etc. is mentioned. Furthermore, if it pressurizes at the time of heat hardening, while 
the filling factor of **** will improve, junction of the electrode 2-solid electrolyte 3 becomes firmer 
and is desirable. 

[0037] Moreover, at all the solid state batteries that do not contain an aprotic solvent, although it 
depends for the lithium ion only on transportation by bulk, with the lithium cell of this invention, it is 
guessed that it is what ion is moving by the interface with the aprotic solvent contained in the 
compound which makes the main frame siloxane combination which wets a particle and a particle 
front face. 

[0038] Even if the lithium cell with which this invention is applied is a primary cell, it may be a 
rechargeable battery. A cell configuration is not limited to cylindrical, a square shape, a button type, a 
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coin type, a flat type, etc. 
[0039] 

[Example] A [example 1] lithium hydroxide and manganese dioxide were mixed so that the mole 
ratio of Li and Mn might be set to 1:2, by carrying out heating baking of this mixture at 900 degrees 
C m the atmosphere for 15 hours, the lithium manganese multiple oxide (LiMn 204) was 
compounded, and this was made into the positive active material. Next, a lithium hydroxide and 
manganese dioxide were mixed so that the mole ratio of Li and Mn might be set to 4 5 by carrying 
out heating baking of this mixture at 600 degrees C in the atmosphere for 15 hours, the lithium 
manganese multiple oxide (Li4Mn 5012) was compounded, and this was made into the negative- 
electrode active material. 5 
[0040] As solid electrolyte powder, to this LiMn 204, Lil+x+yAlxTi2-xSiyP3-y012 was mixed so 
that it might become the rate of 8:2 by the volume ratio, and to this end of mixedpowder toit 
acetylene black was mixed so that it might become the rate of 90:10 by the weight ratio ' ' 
[0041] The siloxane compound was prepared in the following procedures. To the siloxane compound 
(siloxane compound concentration : about 20 wt(s)%, a solvent : about 80 wt(s)%), the catalyst for 
hardening of a maleic-acid system was mixed, it stirred in ordinary temperature, and mixed liquor 
was produced. At this time, the mixing ratio of the catalyst for hardening was set to 120g to lOOg of 
siloxane compounds. Moreover, in order to attain stabilization of mixed liquor, it put in ordinary 
temperature for 12 hours Get this be adjustment mixed liquor below). 

[0042] After mixing 5g and stirring propylene carbonate well to lOOg of this adjustment mixed 
liquor, the mixed-powder end of above LiMn 204 and acetylene black was mixed and slurred The 
electrode was obtained, while heat-treating at the temperature of 150 degrees C for 1 hour and 
making sUoxane combination form, after carrying out this slurry with ** on aluminum (aluminum) by 
the doctor blade method. 

[0043] Moreover, it mixed with the liquid with which adjustment mixed hquor was made to mix 
propylene carbonate like the above-mentioned, and end Liof solid electrolyte 
comphcationsl+x+yAlxTi2-xSiyP3-y012 was slurred. The layered product of positive-electrode 2a 
and a solid electrolyte 3 was obtained by carrying out this slurry with ** carrying out a laminating on 
the above-mentioned positive electrode, by the doctor blade method, and heat-treating at the 
temperature of 150 degrees C for 1 hour. 

[0044] Furthermore, Li4Mn 5012 was slurred like LiMn 204 which is a positive active material the 
laminating with ** was carried out to the solid electrolyte side of the aforementioned layered product 
and the layered product of positive-electrode 2a-solid electrolyte 3-negative-electrode 2b was 

heat - teatin 8- ^ thickness of the obtained layered product was about 200 micrometers 
[0045] | While joining the positive-electrode charge collector 4 to positive-electrode 2a of the obtained 
layered product, the negative-electrode charge collector 5 was similarly joined to negative-electrode 
2b, and the lamination made from aluminum of a package 1 was equipped. The lamination made 
from aluminum assembled the 35mmx35mm square shape lithium cell shown in drawing 1 by 
preparing two things cut in 35mmx35mm size, inserting the layered product which joined the 
aforementioned charge collector, and carrying out thermocompression bonding of the periphery 
section of the lamination made from aluminum. 

[0046] The forming method of the synthetic method of a positive active material and a negative- 
electrode active material and positive-electrode 2a-solid electrolyte 3-negative-electrode 2b was 
performed like the example 1 except having used gamma-butyrolactone for the change of [example 2] 
propylene carbonate. The thickness of obtained positive-electrode 2a-solid electrolyte 3-negative- 
electrode 2b was about 220 micrometers. Hereafter, the square shape lithium cell was assembled like 
tne example. 

[0047] The synthetic method of the [example 1 of comparison] positive active material and a 
negative-electrode active material was performed like the example 1. Moreover, the formation 
metiiod of a positive-electrode-solid electrolyte-negative electrode made PVdF the binder and 

m<M^A in ? e S3m f ? roC ! dUrc f CXam P le h using a N-methyl-2-pyrrohdone as a solvent 
0048] The thickness of the obtained positive-electrode-solid electrolyte-negative electrode was about 
180 micrometers. Roll pressurization was performed in order to raise the improvement in the filling 
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factor of a layered product, and a powdered touch area furthermore. It did not perform sinking [ of an 
aprotic solvent ] in to the obtained layered product, but the square shape hthium cell was assembled 
like the example. 

The square shape solid electrolyte cell obtained in this way is used. (Evaluation) With a charging and 
discharging device It charges to 1.5 V with the current of 

50microA/cm2,100microA/cm2,300microA/cm2 as charge conditions at the above-mentioned square 
shape solid electrolyte cell. After suspended charge, holding for 5 minutes, discharging with the 
current same to the voltage of after that 0.5V as the time of charge, charging to 1.5V again next, after 
voltage reached 1.5V, and reaching this voltage, charge-and-discharge cycle evaluation which ' 
suspends charge and is held for 5 minutes was performed. 

[0049] The result is shown in Table 1. In addition, the number of front Naka shows the service 
capacity to each discharge current, and a unit is mAh. 
[0050] 
[Table 1] 
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[0051] Table 1 shows that the lithium cell of this invention is excellent in a charge-and-discharge 
property. Even if especially the discharge current becomes large, it is remarkable that the fall of 
service capacity is small. It is guessed that this is that from which the particle front face and the 
interface of an aprotic solvent have also been a lithium ion conduction path with the inside of bulk 
while combination of combination and the electrode of particles, and a solid electrolyte becomes firm 
by making the compound and aprotic solvent which make siloxane combination the main skeleton 
placed between the openings of an active material and a solid electrolyte. 

[0052] Moreover, the lithium cell of this invention was stable also to the overvoltage, and even when 
charge and discharge voltage is raised intentionally, it turns out that a cycle property is not affected. 
This is considered to be because for hthium salt not to be included in an aprotic solvent. 
[0053] Furthermore, it was thought that the aprotic solvent contained in the hthium cell of this 
invention existed in the compound which makes siloxane combination the main skeleton, and most 
liquid spills were not checked, but it was checked that it is also reliable 
[0054] 

[Effect of the Invention] As mentioned above, since the electrolyte salt is not included while the 
conduction mechanism of the hthium ion which is not in the former while an electrochemistry 
property equivalent to the lithium cell using the organic system electrolytic solution which dissolved 
the electrolyte salt is acquired according to the hthium cell concerning this invention, since the 
electrode and the solid electrolyte layer contain the compound and aprotic solvent which make 
siloxane combination the main skeleton is shown, a hthium cell with the high reliability from which 
disassembly of the electrolyte salt by the overvoltage does not take place is obtained. 

[Translation done.] ====================^^ 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer.So the translation may not reflect the original 
precisely. 

2 **** s hows the word which can not be translated. 

3 .In the drawings, any words are not translated. 

TECHNICAL FIELD = ==== ==== == — =— — ===== — = 



[The technical field to which invention belongs] this invention relates to a hthium cell. 
[Translation done.] 
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EFFECT OF THE INVENTION 

[Effect of the Invention] As mentioned above, it is while according to the lithium cell concerning this 
invention an electrochemistry property equivalent to the lithium cell using the organic system 
electrolytic solution which dissolved the electrolyte salt is acquired since the electrode and the solid 
electrolyte layer contain the compound and aprotic solvent which make siloxane combination the 
main frame. Since the electrolyte salt is not included while the conduction mechanism of the lithium 
ion which is not in the former is shown, a lithium cell with the high reliability from which 
disassembly of the electrolyte salt by the overvoltage does not take place is obtained. 



[Translation done.] 
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TECHNICAL PROBLEM 



[Description of the Prior Art] The energy density of a hthium cell is high, it has little self-discharge, 
and is widely used for the cellular phone, the notebook computer, etc. taking advantage of the 
property of being able to respond to a mothball. Generally a cobalt acid hthium (LiCo02) and a 
manganic acid hthium (LiMn 204) are used as a positive active material, and, as for these hthium ' 
cells, carbon materials, such as corks and a carbon fiber, are used for the negative-electrode active 
material. 

[0003] Generally a hthium cell is electric conduction agents, such as a positive active material, an 
above-mentioned negative-electrode active material and above-mentioned acetylene black, and a 
graphite, and binders, such as a polyvinylidene fluoride (PVdF) and a polytetrafluoroethylene 
(PTFE). It is made with ** aluminum foil or copper foil, and it is rolled round in the shape of a spiral 
through the separator which is the product made from polypropylene, the products made from 
polyethylene, or those combination, is inserted into a battery-case can, and has structure which it 
obturated by pouring in the organic system electrolytic solution further. 

[0004] The components of these organic system electrolytic solution are an aprotic solvent and an 
electrolyte salt. As an aprotic solvent, propylene carbonate (PC), dimethoxyethane (DME) ethylene 
carbonate (EC), dimethyl carbonate (DMC), and diethyl carbonate (DEC) are used in independent or 
the state where it was mixed, and LiC104, LiAsF6, LiBF4, LiPF6, LiCF3S03, Li(CF3S02) 2N etc 
are used as an electrolyte salt. ' 
[0005] Moreover, with the thin shape of the various electronic application devices represented by 
portable information communication terminals, such as a cellular phone and a notebook computer, 
and the demand of a miniaturization, it replaces with the above organic system electrolytic solutions, 
and the hthium cell using the polymer electrolyte attracts attention in recent years. 
[0006] A polymer electrolyte is the admixture of the macromolecule and electrolyte salt which have 
the donor type polar group represented by a polyethylene oxide (PEO) and the polypropylene oxide 
(PPO), an electrolyte layer can be thin-film-ized and improvement in an energy density is expected 
Or since there are no worries about a liquid spill and corrosion and an volatile aprotic solvent is not 
used, that there is little danger of explosion or ignition etc. can desire improvement in a cell property 
or safety. r r 3 

[0007] However, the above-mentioned polymer electrolyte has the problem that the degree of ion 
**** is low as compared with the organic system electrolytic solution, and since the gel electrolyte 
which mixed the organic system electrolytic solution to the polymer electrolyte has the ionic 
conductivity which is equal to the organic system electrolytic solution, development is performed 
briskly. 

[0008] It is difficult to keep ideal electric contact of a sohd electrolyte layer and an electrode layer 
when such a gel electrolyte is used, for example, it is at JP,7-326383,A. Carry out the laminating o'f 
what the solvent was mixed [ what ] with the electrolyte salt to the high molecular compound, and 
carried out the polymerization of the monomer constituent to it to a positive-active-material layer, 
and some monomer constituents are infiltrated into a positive-active-material layer. Fully sticking a 
positive-active-material layer and a sohd polymer electrolyte is proposed by carrying out the 
polymerization of the monomer constituent which carried out the laminating on the front face of the 
monomer constituent and positive active material into which the positive-active-material layer was 
infiltrated, sticking to a positive-active-material layer, and producing a sohd polymer electrolyte in 
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the laminating state. 

[0009] Moreover, in JP,8-1 1 1233,A, reducing resistance of the interface of the positive electrode and 
solid electrolyte in which the ends or the end of a principal chain of a polyether, the poly thioether, or 
a polyacrylate carried out the chemical bond to the positive-electrode oxide front face, and the 
interfacial resistance of positive-active-material particles is proposed. 

[0010] Moreover, in JP,8-315855,A, by inserting the mixture of the organic compound, the organic 
solvent, and lithium salt which have the functional group in which a polymerization is possible 
between two electrodes, and completing a polymerization after that, generation of the interface 
between an electrolyte and an electrode is prevented and preventing exfoliation with a solid 
electrolyte and an electrode etc. is proposed. 

[001 1] Moreover, in JP,9-50816,A, while excelling in a mechanical property or processability by 
distributing metal carbonation objects, such as Li2C03, and CoC03, NiC03, MgCOS, in the 
polyelectrolyte which mixed the electrolyte salt with the solute, the high compound solid electrolyte 
of the chemical stability in an interface with a negative electrode is proposed. 
[0012] However, by these methods, still, there is a problem to which current density becomes small 
low, and electrolytic lithium ion conductivity needed to include many the organic solvents and ? 
lithium salt which are a main lithium ion conductor. Moreover, by including lithium salt in an organic 
solvent, there is a problem to which the withstand voltage to electrochemical reaction becomes low, 
and there is a problem of being unstable, to an overvoltage. 

[0013] Furthermore, development of the solid electrolyte cell which used the inorganic compound for 
the solid electrolyte is also furthered. There are no generating of DIN DORAIDO and omission of an 
active material, and excelling in a charge-arid-discharge cycle life is proposed. [ in / a negative 
electrode / with all the solid-state lithium cells that make a positive electrode the compound which 
consists of a trarisition-metals oxide and a transition-metals sulfide as a positive active material, and 
use the glass solid electrolyte of lithium ion conductivity and lithium containing Li2S, and the metal 
to alloy as a negative electrode ] However, since this proposal contains the compound of a sulfide ' 
system in a positive electrode and a solid electrolyte, it has problems, such as being rich in reactivity 
with moisture. 

[0014] Moreover, in the lithium ion conductor of an oxide system, there is crystallinersubstance glass 
which has the same crystal structure as a NASICON system, and the lithium cell which is excellent in 
a high-rate-discharge property is proposed by using for a solid electrolyte the thing which made this 
sinter. However, in all the solid-state lithium cells that used the oxide inorganic solid electrolyte in 
this way, as compared with the rechargeable battery using the conventional non-aqueous solvent as 
the electrolytic solution, there are problems, such as being inferior to an energy density and discharge 
current density, and it has not resulted in utilization. 

[0015] Even if the lithium ion conductivity of an inorganic solid electrolyte improves, the interfacial 
resistance between particle-particles and the interfacial resistance between electrode-solid electrolytes 
can be considered as a cause whose property as a cell does not improve. Even if it has property 
sufficient with the material in each, since the interfacial resistance is high, sufficient property is not 
acquired. 

[0016] this invention is made in view of the trouble of such conventional technology, and it aims at 
offering the lithium cell which canceled the conventional trouble that electrolytic lithium ion 
conductivity needed to be low, and current density needed to be small, for example, it was necessary 
to include the organic solvent and lithium salt which are a lithium ion conductor. 



[Translation done.] 
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MEANS 



[Means for Solving the Problem] In order to attain the above-mentioned purpose, in the lithium cell 
of invention concerning a claim 1, it is the lithium cell which comes to pinch a solid electrolyte layer 
to inter-electrode [ of a couple ], and is characterized by including the compound with which the 
aforementioned electrode and a solid electrolyte layer make siloxane combination the main skeleton 
and the aprotic solvent. * 

[0018] It is desirable for the aforementioned electrode to consist of an electrode active material and a 
solid electrolyte, and for the aforementioned solid electrolyte layer to consist of the same material as 
this solid electrolyte m the above-mentioned hthium cell. 

[0019] It is desirable for the aforementioned solid electrolyte layers to be the oxide system glass 
ceramics which have hthium ion conductivity in the above-mentioned hthium cell. 
[0020] It is desirable for the aforementioned aprotic solvent to consist of any one sort in gamma- 
butyrolactone, propylene carbonate, and ethylene carbonate or two or more sorts in the above- 
mentioned hthium cell. 

[0021] In the above-mentioned hthium cell, any one sort or two or more sorts to the bird clapper of 
Lil+xMn2-x04 (0<=x<=0.2), LiMn2-yMey04 (Me=nickel, Zn [ Cr, Cu and Zn ], 0< y<=0.6) Ii4Ti 
5012, and Li4Mn 5012 has the desirable active material of the aforementioned electrode. 
[0022] Although the conventional organic system electrolytic solution gives hthium ion conductivity 
to an electrolyte by dissolving an electrolyte salt in an aprotic solvent, in this invention a cell 
property improves only by including the compound which makes siloxane combination the main 
skeleton, and the aprotic solvent which does not contain an electrolyte salt, and it is thought that the 
hthium ion is moving according to the conduction mechanism which is not in the former Moreover 
since the aprotic solvent exists in the compound which makes siloxane combination the main 
skeleton, the problem of a liquid spill is reduced 
[0023] 

[Embodiments of the Invention] Hereafter, the operation gestalt of the hthium cell of this invention is 
explained. 

[0024] Drawing 1 is the cross section showing the example of composition of the hthium cell 
concerning this invention, drawing 1 - setting - 1 - for a positive electrode and 2b, as for a sohd 
electrolyte layer and 4, a negative electrode and 3 are [ a package and 2 / the electrode of a couple 
and 2a / a positive-electrode charge collector and 5 ] negative-electrode charge collectors 
[0025] If airtightness can be held, a package 1 is not limited to the quality of the material, for 
example, can use metals, such as lainination material made from aluminum, nickel, and aluminum or 
a shrink case. 

[0026] The positive-electrode charge collector 4 or the negative-electrode charge collector 5 is 
formed m the current collection sake of positive-electrode 2a or negative-electrode 2b, for example 
metallic foils, such as aluminum (aluminum), nickel (nickel), and copper (Cu), can be used for it 
[0027] Positive-electrode 2a consists of the end of positive-active-material complications, and the 
sohd electrolyte powder of the same material as a sohd electrolyte layer is mixed if needed Negative- 
electrode 2b consists of negative-electrode active material powder, and the sohd electrolyte 
complications end of the same material as a sohd electrolyte layer is mixed if needed. Although 
improvement in the hthium ion conductivity in an electrode is expected when mixing sohd electrolyte 
powder with a positive electrode or a negative-electrode active material, if the amount of mixtures of 
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solid electrolyte powder becomes excessive, per volume of the positive electrode which contributes to 
the charge-and-discharge reaction of a cell, or a negative-electrode active material, or the amount per 
weight will decrease, and the energy density as a cell will fall. Therefore, as for the amount of the 
positive electrode in an electrode, or a negative-electrode active material, it is desirable that it is 40 % 
of the weight or more. Moreover, an electric conduction agent is added by this positive-electrode 2a 
and negative-electrode 2b if needed. 

[0028] As an electrode active material used for this positive-electrode 2a and negative-electrode 2b, a 
lithium manganese multiple oxide, manganese dioxide, a lithium nickel multiple oxide, a lithium 
cobalt multiple oxide, a lithium nickel cobalt multiple oxide, a lithium vanadium multiple oxide, a 
lithium titanium multiple oxide, titanium oxide, a niobium oxide, a vanadium oxide, tungstic oxides, 
etc. and those derivatives can be used, for example. Among above-mentioned transition-metals 
oxides, crystal system with the small volume change of the active material in charge and discharge is 
the active material of a spinel system, and especially the group that consists of Lil+xMn2-x04 
(0<=x<=0.2), LiMn2-yMey04 (Me=nickel, Zn [ Cr, Cu and Zn ], 0<y<=0.6 ), Li4Ti 5012, or Li4Mn 
5012 shows a good cycle property. Here, what shows **** potential to a positive electrode for what 
a clear distinction does not have in a positive active material and a negative-electrode active material, 
compares the charge and discharge potential of two kinds of compounds, and shows electropositive 
potential can be used for a negative electrode, respectively, and the cell of arbitrary voltage can be 
constituted. 

[0029] As solid electrolyte powder mixed to the solid electrolyte powder used for the solid electrolyte 
layer 3, positive-electrode 2a, or negative-electrode 2b 30LiI-41Li2O-29P2O5, Oxide system 
noncrystalline-solid electrolytes and Lil+xMxTi(s) 2-x, such as 40Li(s)2O-35 B-205-25LiNb03, 
25Li2O-25aluminum2O3-50SiO2, 40Li2O-6Y2O3-54SiO2, or 65LiNb02-35Si02 (P04) 3 (M is 
aluminum, Sc, Y, and La here), Lil+xTi2-x(P04)3, Li0.5-3xR0.5+xTiO3 (it La(s) R here) Oxide 
system glass ceramics, such as Pr, Nd, Sm, and Lil+x+yAlxTi2-xSiyP3-y012, are mentioned. As for 
solid electrolyte powder, it is desirable that they are the oxide system glass ceramics from a viewpoint 
of ionic conductivity. 

[0030] As an electric conduction agent, acetylene black, a graphite, KETCHIEN black, Sn02 that 
doped Ru02 and Sb 203, or In 203 which doped Sn02 is mentioned. 

[0031] A silane compound is raised as a compound which forms siloxane combination. With a silane 
compound, a tetramethoxy silane, methyl trimetoxysilane, dimethyl dimethoxysilane, phenyl 
trimethoxysilane, diphenyl dimethoxysilane, a tetrapod ethoxy silane, methyl triethoxysilane, 
dimethyl diethoxysilane, phenyl triethoxysilane, diphenyl diethoxysilane, hexyl trimethoxysilane, the 
poly methoxy siloxane, a poly ethoxy siloxane, a poly butoxy siloxane, etc. are mentioned. 
[0032] The following methods are mentioned as the production method of an electrode 2 (2a, 2b) and 
a solid electrolyte 3. If required, electronic-conduction assistant powder will be beforehand mixed 
with a positive electrode, negative-electrode active material powder, and solid electrolyte powder, 
and a silane compound and the mixture of an aprotic solvent are distributed. Slurry viscosity is 
adjusted while adding and slurring solvents, such as isopropyl alcohol, if needed. At this time, 
mixture of electronic-conduction assistant powder is unnecessary to solid electrolyte powder. 
[0033] Moreover, in order to stiffen a silane compound, the catalyst for hardening can also be used. It 
may add, before distributing powder, and after distributing powder, you may add this catalyst for 
hardening. 

[0034] By the doctor blade method or the roll-coater method, after applying the slurry obtained in this 
way on the positive-electrode charge collector 4 or the negative-electrode charge collector 5, it 
stiffens a silane compound. When the catalyst for hardening is used for hardening conditions, 
although the holding time becomes short so that about 150 degrees C is suitable from ordinary 
temperature and a curing temperature is high, a curing temperature and especially time are not 
restricted. Moreover, although it is desirable to heat at the temperature of 150 degrees C or more 
when not using the catalyst for hardening, the temperature more than the boiling point of an aprotic 
solvent is not desirable in this case. 

[0035] You may make an electrode 2 mix the solid electrolyte which is the same composition as a 
solid electrolyte 3 here if needed. 
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[0036] Moreover, after it fabricates separately the method of carrying out heat hardening by package 
after carrying out a laminating to the order of positive-electrode 2a-solid electrolyte 3-negative- 
electrode 2b, positive-electrode 2a, and negative-electrode 2b and positive-electrode 2a, negative- 
electrode 2b, and the laminating method of a solid electrolyte 3 carry out heat hardening, they 
fabricate a solid electrolyte 3 on one of electrodes, and the method of stiffening, after piling up 
another electrode etc. is mentioned Furthermore, if it pressurizes at the time of heat hardening, while 
the filling factor of **** will improve, junction of the electrode 2-solid electrolyte 3 becomes firmer 
and is desirable. 

[0037] Moreover, at all the solid state batteries that do not contain an aprotic solvent, although it 
depends for the hthium ion only on transportation by bulk, with the hthium cell of this invention it is 
guessed that it is what ion is moving by the interface with the aprotic solvent contained in the 
compound which makes the main skeleton siloxane combination which wets a particle and a particle 
front face. 

[0038] Even if the hthium cell with which this invention is applied is a primary cell, it may be a 
rechargeable battery. A cell configuration is not limited to cylindrical, a square shape, a button tvne a 
coin type, a flat type, etc. r . .. Jl ^\ 

[Translation done.] • 
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* NOTICES * 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

l.This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2 **** s hows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



EXAMPLE 

< .... 1 v — nr.— ■ t. ■„ " 1 1 ■:» 

[Example] A [example 1] lithium hydroxide and manganese dioxide were mixed so that the mole 
ratio of Li and Mn might be set to 1:2, by carrying out heating baking of this mixture at 900 degrees 
C in the atmosphere for 15 hours, the lithium manganese multiple oxide (LiMn 204) was 
compounded, and this was made into the positive active material. Next, a lithium hydroxide and 
manganese dioxide were mixed so that the mole ratio of Li and Mn might be set to 4:5, by carrying 
out heating baking of this mixture at 600 degrees C in the atmosphere for 15 hours, the lithium 
manganese multiple oxide (Li4Mn 5012) was compounded, and this was made into the negative- 
electrode active material. 

[00401 As solid electrolyte powder, to this LiMn 204, Lil+x+yAlxTi2-xSiyP3-y012 was mixed so 
that it might become the rate of 8:2 by the volume ratio, and to this end of mixed powder, to it, 
acetylene black was mixed so that it might become the rate of 90:10 by the weight ratio. 
[0041] The siloxane compound was prepared in the following procedures. To the siloxane compound . 
(siloxane compound concentration : about 20 wt(s)%, a solvent : about 80 wt(s)%), the catalyst for 
hardening of a maleic-acid system was mixed, it stirred in ordinary temperature, and mixed liquor 
was produced. At this time, the mixing ratio of the catalyst for hardening was set to 120g to lOOg of 
siloxane compounds. Moreover, in order to attain stabilization of mixed liquor, it put in ordinary 
temperature for 12 hours (let this be adjustment mixed liquor below). 

[0042] After mixing 5g and stirring propylene carbonate well to lOOg of this adjustment mixed 
liquor, the mixed-powder end of above LiMn 204 and acetylene black was mixed and slurred. The 
electrode was obtained, while heat-treating at the temperature of 150 degrees C for 1 hour and 
making siloxane combination form, after carrying out this slurry with ** on aluminum (aluminum) by 
the doctor blade method. 

[0043] Moreover, it mixed with the liquid with which adjustment mixed liquor was made to mix 
propylene carbonate like the above-mentioned, and end Liof solid electrolyte 
complicationsl+x+yAlxTi2-xSiyP3-y012 was slurred. The layered product of positive-electrode 2a 
and a solid electrolyte 3 was obtained by carrying out this slurry with **, carrying out a laminating on 
the above-mentioned positive electrode, by the doctor blade method, and heat-treating at the 
temperature of 150 degrees C for 1 hour. 

[0044] Furthermore, Li4Mn 5012 was slurred like LiMn 204 which is a positive active material, the 
laminating with ** was carried out to the solid electrolyte side of the aforementioned layered product, 
and the layered product of positive-electrode 2a-solid electrolyte 3-negative-electrode 2b was 
obtained by heat-treating. The thickness of the obtained layered product was about 200 micrometers. 
[0045] While joining the positive-electrode charge collector 4 to positive-electrode 2a of the obtained 
layered product, the negative-electrode charge collector 5 was similarly joined to negative-electrode 
2b, and the lamination made from aluminum of a package 1 was equipped. The lamination made 
from aluminum assembled the 35mmx35mm square shape lithium cell shown in drawing 1 by 
preparing two things cut in 35mmx35mm size, inserting the layered product which joined the 
aforementioned charge collector, and carrying out thermocompression bonding of the periphery 
section of the lamination made from aluminum. 

[0046] The forming method of the synthetic method of a positive active material and a negative- 
electrode active material and positive-electrode 2a-solid electrolyte 3-negative-electrode 2b was 
performed like the example 1 except having used gamma-butyrolactone for the change of [example 2] 
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propylene carbonate. The thickness of obtained positive-electrode 2a-solid electrolyte 3-negative- 
electrode 2b was about 220 micrometers. Hereafter, the square shape lithium cell was assembled like 
the example. 

[0047] The synthetic method of the [example 1 of comparison] positive active material and a 
negative-electrode active material was performed like the example 1. Moreover, the formation 
method of a positive-electrode-solid electrolyte-negative electrode made PVdF the binder and 
performed it in the same procedure as an example 1, using a N-methyl-2-pyrrohdone as a solvent 
[0048] The thickness of the obtained positive-electrode-sohd electrolyte-negative electrode was about 
180 micrometers. Roll pressurization was performed in order to raise the improvement in the filling 
factor of a layered product, and a powdered touch area furthermore. It did not perform sinking [ of an 
aprotic solvent ] m to the obtained layered product, but the square shape hthium cell was assembled 
like the example. 

The square shape solid electrolyte cell obtained in this way is used. (Evaluation) With a charging and 
discharging device It charges to 1.5 V with the current of 

50rmcroA/cm2,100imcroA/cm2,300microA/cm2 as charge conditions at the above-mentioned square 
shape solid electrolyte cell. After suspended charge, holding for 5 minutes, discharging with the 
current same to the voltage of after that 0.5V as the time of charge, charging to 1.5V again next after 
voltage reached 1.5V, and reaching this voltage, charge-and-discharge cycle evaluation which ' 
suspends charge and is held for 5 minutes was performed. 

[0049] The result is shown in Table 1. In addition, the number of front Naka shows the service 
capacity to each discharge current, and a unit is mAh. 
[0050] 
[Table 1] 





StUflSl [tfA/ctn 2 ] 




50 


10 0 


3 0 0 


mm i 


2 1.5 


1 8. 8 


15.1 




22. 3 


17.5 


1 5. 8 




6. 6 


4. 3 





[0051] Table 1 shows that the hthium cell of this invention is excellent in a charge-and-discharge 
property. Even if especially the discharge current becomes large, it is remarkable that the fall of 
service capacity is small. It is guessed that this is that from which the particle front face and the 
interface of an aprotic solvent have also been a lithium ion conduction path with the inside of bulk 
while combination of combination and the electrode of particles, and a solid electrolyte becomes firm 
by making the compound and aprotic solvent which make siloxane combination the main skeleton 
placed between the openings of an active material and a solid electrolyte. 

[0052] Moreover, the lithium cell of this invention was stable also to the overvoltage, and even when 
charge and discharge voltage is raised intentionally, it turns out that a cycle property is not affected 
This is considered to be because for hthium salt not to be included in an aprotic solvent 
[0053] Furthermore, it was thought that the aprotic solvent contained in the hthium cell of this 
invention existed in the compound which makes siloxane combination the main skeleton, and most 
liquid spills were not checked, but it was checked that it is also reliable 
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Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

l.This document has been translated by computer. So the translation may not reflect the original 
precisely. 

2 # **** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



DESCRIPTION OF DRAWINGS 
[Brief Description of the Drawings] 

[Drawing 11 It is the cross section showing 1 operation gestalt of the lithium cell concerning this 
invention. 

Pescription of Notations] 

1: A package, the electrode of 2:couple, a 2a:positive electrode, a 2b:negative electrode, 3:solid 
electrolyte layer, 4:positive-electrode charge collector, 5 : negative-electrode charge collector 
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DRAWINGS 



[Drawing 1] 
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